Permanent Painting

YELLOW CARMINE

This pigment is a misnomer, there being no such
thing as yellow carmine. The pigment sold is a yel-
low lake similar to Italian pink or Dutch pink, fades
very rapidly, is quickly decomposed, and has no merit
whatever.

YELLOW LAKE

All yellow lakes which the author has examined
are in the same class with Dutch pink, Italian yellow,
yellow carmine, etc., and are thoroughly undesirable.
The author has, however, made a yellow lake from
paranitraniline which is intensely powerful, has ten
times the tinctorial power of quercitron lake or Dutch
pink, and has shown itself absolutely permanent when
used alone for over one year, but when mixed with
the metallic pigments, it does not bleach but darkens.
The author has not made this with any commercial
purpose in view, but simply as a matter of experi-
ment, for the purpose of producing a permanent yel-
low glazing color. There is no reason why the reputa-
ble tube manufacturers should not produce a perfectly
permanent yellow lake.

YELLOW OCHRE
This is a native clay colored with about 20 per cent,
of iron rust previously described under the head of
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